AMENDMENTS TO THE CLAIMS 



+09. (Currently Amended). A multilayer composite film of food grade quality, 
comprising: 

a middle layer based on polypropylene sandwiched between two outside layers of 
LLDPE, said two outside layers of LLDPE having a density between approximately 0.919 to 
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0.930 gl cm , said middle layer containing approximately 50 to 70% by weight of 

polypropylene having a density between approximately 0.895 and 0.905 g I cm and a melt 
index approximately between 0.75 and 0.85 g/10 minutes, and approximately 10 to 30% by 

weight of said LLDPE and approximately 10 to 30% by weight of a thermoplastic polyolefin 
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having a density approximately between 0.885 and 0.905 g I cm and a melt mdex 
approximately between 0.55 and 0.65 g/10 minutes. 

4410. (Currently Amended) The multilayer composite film of claim 409 wherein said 
multilayer composite film has a thickness between approximately 30 fum and 120 /urn . 

4211. (Currently Amended) The multilayer composite film of claim 4410 wherein the 
Vicat temperature of said LLDPE is greater than 100° C and wherein the Vicat temperature of 
said polypropylene is less than 160° C. 



4412. (Currently Amended) The multilayer composite film of claim 4410 wherein the 
thickness of said middle layer is approximately twice the thickness of each of said two outside 
layers. 

4413. (Currently Amended) The multilayer composite film of claim 4-211 wherein the 
thickness of said middle layer is approximately twice the thickness of each of said two outside 
layers. 

+514. (Currently Amended) The multilayer composite film of claim 4410 wherein said 
multilayer composite film is not subjected to any corona oxidation treatment. 

+615. (Currently Amended) The multilayer composite film of claim +21 1 wherein said 
multilayer composite film is not subjected to any corona oxidation treatment. 

4-716. (Currently Amended) The multilayer composite film of claim 4512 wherein said 
multilayer composite film is not subjected to any corona oxidation treatment. 

+S17. (Currently Amended) The multilayer composite film of claim 4414 wherein said 
multilayer composite film is not subjected to any corona oxidation treatment. 

+918. (Currently Amended) The multilayer composite film of claim 4410 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 
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2019. (Currently Amended) The multilayer composite film of claim 421 1 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 

24-20. (Currently Amended) The multilayer composite film of claim ±312 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 

2221. (Currently Amended) The multilayer composite film of claim 44J_3 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 

2322. (Currently Amended) The multilayer composite film of claim 4-5-14 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 

2423. (Currently Amended) The multilayer composite film of claim 4^15 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 

2524. (Currently Amended) The multilayer composite film of claim ¥/-l6 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 

2625. (Currently Amended) The multilayer composite film of claim 4*17 wherein at 
least one of said outside layers contains up to 1300 ppm of a slip agent. 

2726. (Currently Amended) The multilayer composite film of claims 19 through 26 18 




